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(57) Abstract: A composition comprising (A) at least one nickel complex pigment and (B) at least one disperse dye of formula 
(1) or (2) wherein Ri is hydrogen, hydroxy or a radical -NHCO-R6 wherein R« is Ci-Qalkyl or unsubstituted or C r C4alkyl- or 
halo-substituted phenyl, R 2 is hydrogen, hydroxy or a radical W-R 7 wherein W is -NHCO- or -S- and R 7 is Ci-Qalkyl or unsubstituted 
or Ci-C4alkyl- or halo-substituted phenyl, R 3 is hydrogen, R* is hydrogen or hydroxy, R 5 is hydrogen, or R 3 and R4 together form 
the radical of formula wherein the rings A and B, independently of one another, may carry further substituents, Rs is hydrogen or 
-CO-C 2 -Q>alkyl wherein the CrC^alkyl radical may be substituted by carboxy, or a radical wherein R u is hydrogen, Ci-C 4 alkyl, 
hydroxy, carboxy or halogen, R l2 is hydrogen, Ci-Qalkyl or halogen and R ]3 is hydrogen or C 2 -C 3 alkyl or, when Rio is halogen, R i3 
may be methyl, R 9 is hydrogen or halogen, Rio is hydrogen or halogen, and n is a number 0, 1 or 2, with the proviso that R 9 , Rio, Rui 
Ri 2 and R l3 are not all simultaneously hydrogen, is suitable for the dyeing or printing of semi -synthetic or synthetic hydrophobic 
fibre materials and in the production of coloured plastics or polymeric colour particles. 
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Pigment/dye mixtures 

The present invention relates to a composition comprising a nickel complex pigment and a 
disperse dye and to the use of such a composition in the dyeing or printing of hydrophobic 
fibre materials and in the production of coloured plastics or polymeric colour particles. 

The use of nickel complex pigments as disperse dyes in the dyeing of polyester fibres is 
known, for example, from WO 02/057537 and WO 02/055786. The dyeings thereby 
obtained are distinguished by good general fastness properties, especially a high level of 
fastness to light and to wetting. 

Surprisingly it has now been found that a considerable further improvement in those good 
properties can be obtained by the addition of specific disperse dyes. 

The present invention relates to a composition comprising 

(A) at least one nickel complex pigment and 

(B) at least one disperse dye of formula (1) or (2) 



wherein Ri is hydrogen, hydroxy or a radical -NHCO-Re wherein Re is Ct-Cealkyi or 
unsubstituted or Ci-C 4 alkyl- or halo-substituted phenyl, 

R 2 is hydrogen, hydroxy or a radical W-R 7 wherein W is -NHCO- or -S- and R 7 is 

C-Ceaikyl or unsubstituted or CrC 4 alkyl- or halo-substituted phenyl, 

Ra is hydrogen, 

R4 is hydrogen or hydroxy, 

Rs is hydrogen, or 

R3 and R» together form the radical of formula 
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, wherein the rings A and B, independently of one another, may carry 



further substrtuents, 

Re is hydrogen or -CO-Cz-Cealkyl wherein the CrCsaikyl radical may be substituted 



hydroxy, carboxy or halogen, R i2 is hydrogen, C,-C 4 alkyl or halogen and R }3 is 
hydrogen or CrCsaikyl or, when R 10 is halogen, R 13 may be methyl, 
Re is hydrogen or halogen, 
Ru> is hydrogen or halogen, and 
n is a number 0, 1 or 2, 

with the proviso that Re, Rio, Rn, R« and R13 are not all simultaneously hydrogen. 

The compositions according to the invention preferably comprise as nickel complex 
pigment (A) a compound of formula (3) 



wherein R 14 and Ri 5 are each independently of the other CN or halogen or together with the 
carbon atoms to which they are bonded form an aromatic ring that is unsubstituted or sub- 
stituted by one or more nitro, cyano, hydroxy, Ci-C$alkyl, amino or Ci-Cealkytamino groups 
or halogen atoms and 

Rie to R a are each independently of the others hydrogen, halogen, -NO2, -CN, -OH, - 
COOH, -CH 5 , -NH 2 or -NHCH,. 





An alkyl group as a substituent Re, R 7 , Rn. R«. Ris. as part of a -CO-alkyl group Ra or as a 
substituent of any aromatic rings which may be present is, for example, methyl, ethyl, 
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propyl, iso propyl, n -butyl, isobutyt, sec-butyl, tert-butyf, amyi, tert-amyt (1,1-dimethylpropyt), 
1,1,3,3-tetramethylbutyl, hexyi, 2-methylpentyl, neopentyl, cydopentyl, cyclohexyl, or a 
corresponding isomer. 

Halogen Is iodine, bromine or especially chlorine. 

Among the optional substituents of rings A and B, special mention should be made of 
halogen, Ci-C 4 alkyl and Ci-C 4 alkoxy. One or more such substituents may be present. 

Preferred nickel complex pigments of formula (3) are the compounds of formulae (3a) and 
(3b) 



wherein Ri 6 to Ra are as defined in claim 2 and to R^are each independently of the 
others hydrogen, halogen, -N0 2l -CN, -OH, -COOH, -CH 3 , -NH 2 or-NHCH,. 

Special preference is given to compounds of formula (3a) wherein R w to R a are hydrogen 
and to compounds of formula (3b) wherein R 16 to R27 are hydrogen. 



N 



N 





Of the disperse dyes of formula (1), preference is given to the blue dyes of formulae 
(1a) -(1e) 
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Especially preferred disperse dyes (8) are the compounds of formulae (1a) and (2a). 

The anthraquinone dye of formula (2a) is preferably used in the form of a mixture of the 
isomeric compounds (2a 1), (2a2) and (2a3): 
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(2a3) 



In that case the isomeric compounds (2a1), (2a2) and (2a3) are preferably present in 
approximately equal amounts. 

The nickel complex pigments (A) used according to the invention are known and are 
described, for example, in WO 02/057537 and WO 02/055786. 

The disperse dyes (B) are also known, for example from WO 02/051924 and 
WO 02/051942. 

In a further embodiment, the compositions according to the invention comprise additionally 
(c) a pigment of formula (4) or (5) 



The disperse dyes of formulae (1 ) and (2) are suitable also for the production of mixed 
shades together with other dyes and especially together with a suitable yellow dye for 
trichromatic dyeing. 

Trichromatic dyeing is to be understood as being the additive colour mixing of suitably 
selected yellow- or orange-dyeing, red-dyeing and blue-dyeing dyes with which any desired 
shade of the visible colour spectrum can be achieved by an appropriate choice of the 
relative proportions of the dye components. 




(5). 
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Since the compositions according to the invention can be used both in mass colouring and 
in the exhaust process or thermosol process, metamerism effects can be avoided. 

The invention therefore relates also to compositions comprising as disperse dye (B) 
a trichromatic mixture comprising at least one blue-dyeing dye of the above formulae 
(1a) - (1e), at least one red-dyeing dye of the above formulae (2a) - (2k) and the yellow- 
dyeing dye of formula (6) 




(6). 



e 

The dye of formula (6) has been known for a long time (CI. Solvent Yellow 163) and is 
commercially available. 

Special preference is given to trichromatic mixtures comprising the blue-dyeing dye of 
formula (1a). the red-dyeing dye of formula (2a) and the yellow-dyeing dye of formula (6) 




The dye mixtures according to the invention can be used in the dyeing and printing of semi- 
synthetic and, especially, synthetic hydrophobic fibre materials, more especially textile 
materials. Textile materials composed of blends comprising such semi -synthetic and/or 
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synthetfc hydrophobic textile materials can likewise be dyed or printed using the dye mix- 
tures according to the invention. 

Semi-synthetic textile materials that come into consideration are especially cellulose 2 1 / 2 
acetate and cellulose triacetate. 

Synthetic hydrophobic textile materials consist especially of linear, aromatic polyesters, for 
example those of terephthalic acid and glycols, especially ethylene glycol, or condensation 
products of terephthalic acid and M-bisChydroxymethyQcyclohexane; of polycarbonates, 
e.g. those of a,a-dlmethyl^,4-dihydroxy^ipheny1methane and phosgene, and of fibres 
based on polyvinyl chloride and on polyamide. 

The application of the dye mixtures according to the invention to the textile materials is 
effected in accordance with known dyeing procedures. For example, polyester fibre 
materials are dyed in the exhaust process from an aqueous dispersion in the presence of 
customary anionic or non-ionic dispersants and optionally customary swelling agents 
(carriers) at temperatures of from 80 to 140°C. Cellulose 2 7 2 acetate is dyed preferably at 
about from 65 to 85°C and cellulose triacetate at temperatures of up to 1 15°C. 
The dye mixtures according to the invention can also be used satisfactorily in the dyeing of 
polyester blends, for example polyester/cellulosic fibre blends. 

The dye mixtures according to the invention are suitable for dyeing in accordance with the 
thermosol process, in the exhaust and continuous process and for printing processes. The 
exhaust process is preferred. The liquor ratio is dependent upon the nature of the 
apparatus, the substrate and the form of make-up. It may, however, be selected within a 
wide range, e.g. from 1:4 to 1:100, but is preferably from 1:6 to 1:25. 

The said textile material can be in a variety of processing forms, e.g. in the form of fibres, 
yams or non-wovens, in the form of woven fabrics or knitted fabrics. 

It is advantageous to convert the dye mixtures according to the invention Into a dye prep- 
aration prior to use. For this purpose, the dyes are ground so that their particle size is on 
average from 0.1 to 10 microns. The grinding can be carried out in the presence of disp- 
ersants. For example, the dried dye is ground with a dispersant or is kneaded into paste 
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form with a dispersant and then dried in vacuo or by atomisation. The preparations so 
obtained can be used, after the addition of water, to prepare printing pastes and dye baths. 

For printing, the customary thickeners will be used, e.g. modified or unmodified natural 
products, for example alginates, British gum, gum arable, crystal gum, locust bean flour, 
tragacanth, carboxymethylcellulose, hydroxyethylcellulose, starch or synthetic products, for 
example polyacrylamides, poiyacrylic acid or copolymers thereof, or polyvinyl alcohols. 

The dye mixtures according to the invention impart to the mentioned materials, especially to 
polyester material, level colour shades having very good In-use fastness properties, such 
as, especially, good fastness to light, more especially very good high-temperature light 
fastness, as well as a high level of fastness to wetting, such as fastness to water, 
perspiration and washing. 

Especially high light-fastness properties can be achieved when the dye mixtures according 
to the invention additionally comprise UV absorbers. 

The present invention relates also to the use of the compositions according to the invention 
in the production of coloured plastics or polymeric colour particles. The process for the 
production of coloured plastics or polymeric colour particles comprises mixing together a 
high molecular weight organic material and a tinctorially effective amount of a dye comp- 
osition according to the Invention. 

The colouring of high molecular weight organic substances with the dye composition is 
carried out, for example, by mixing the dye composition into those substrates using roll 
mills, mixing apparatus or grinding apparatus, with the result that the dye composition is 
dissolved or finely dispersed in the high molecular weight material. The high molecular 
weight organic material with the admixed dye composition is then processed using methods 
known perse, for example calendering, compression moulding, extrusion, coating, spinning, 
casting or injection moulding, whereby the coloured material acquires its final form. It is also 
possible for the admixing of the dye composition to be carried out immediately prior to the 
actual processing step, e.g. by continuously feeding a dye composition in powder form and, 
at the same time, a granulated or pulverulent high molecular weight organic material, and 
optionally also additional ingredients, e.g. additives, directly into the intake zone of an 
extruder, where mixing takes place just before processing. In general, however, it is 
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preferable for the dye composition to be mixed into the high molecular weight organic 
material beforehand, because more even colouration of the substrates can be obtained. 

It is often desirable, in order to produce non-rigid mouldings or to reduce their brittJeness, to 
incorporate so-called plasticisers into the high molecular weight compounds prior to 
shaping. There may be used as plasticisers, for example, esters of phosphoric acid, phthalic 
acid or sebacic acid. In the process according to the invention the plasticisers may be 
incorporated into the polymers before or after the incorporation of the colorant. It is also 
possible, in order to achieve different shades of colour, to add to the high molecular weight 
organic materials, in addition to the dye composition according to the invention, also further 
dyes or other colorants in any desired amounts, optionally together with further additives, 
e.g. fillers or siccatives. 

Preference is given to the colouring of thermoplastic plastics, especially in the form of 
fibres. Preferred high molecular weight organic materials suitable for being coloured in 
accordance with the invention are very generally polymers having a dielectric constant of 
£2.5, especially polyester, polycarbonate (PC), polystyrene (PS), poiymethyl methacrylate 
(PMMA), polyamide, polyethylene, polypropylene, styrene/acryloniliile (SAN) and 
acrylonitrfle / butadiene / styrene (ABS). Polyester and polyamide are especially preferred. 
Very special preference is given to linear aromatic polyesters obtainable by 
polycondensation of terephthalic acid and glycols, especially ethylene glycol, or 
condensation products of terephthalic acid and 1,4^is(hydroxymethyl)cyclohexane, for 
example polyethylene terephthalate (PET), potytrimethytene terephthalate (PTT) or 
polybutytene terephthalate (PBTP); also polycarbonates, e.g. those of a.oKlimethyt-4,4- 
dihydroxy-diphenylmelhane and phosgene, or polymers based on polyvinyl chloride and on 
polyamide, e.g. polyamide 6 or polyamide 6.6. 

The following Examples serve to illustrate the invention. In the Examples, unless otherwise 
indicated, parts are parts by weight and percentages are percent by weight. The tempera- 
tures are given in degrees Celsius. The relationship between parts by weight and parts by 
volume is the same as that between grams and cubic centimetres. 

Example 1: 

100 g of polyester fabric are Immersed at room temperature in a liquor containing 
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0.0037 g of the dye of formula (2a), 

0.169 g of the dye of formula (1a), 

0.561 g of the nickel complex pigment of formula (3b1), 




(3b1), 



1 g of ammonium sulfate and 

0.5 g/1 of a commercially available dispersant, 

in 1000 ml of de ionised water, 

which has been adjusted to a pH of 4.0 - 5.0 with 80 % formic acid. The liquor is then 
initially heated to 135°C at a rate of 1 0 C/minute. After 30 minutes at 135°C, the liquor is 
cooled to 40°C, the dyed polyester fabric is washed with water and subjected to reduction 
clearing for 20 minutes at 70 - 60°C in a bath containing 5 ml/1 of 30 % sodium hydroxide 
solution, 2 g/l of 85 % sodium dithlonite solution and 1 g/1 of a commercially available 
detergent. The finished dyeing is then washed with water and dried. 
The resulting mid-grey dyeing has excellent light fastness and very good dry and wet fast- 
ness. 



» • 
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What is claimed is: 



1 . A composition comprising 

(A) at least one nickel complex pigment and 

(B) at least one disperse dye of formula (1 ) or (2) 




(1). 




O NHR, 



wherein R, is hydrogen, hydroxy or a radical -NHCO-R* wherein Re is d-Cealkyl or 
unsubstituted or C^alkyl- or halo-substituted phenyl, 

R2 is hydrogen, hydroxy or a radical W-R 7 wherein W is -NHCO- or -S- and R 7 is 

d-Cealkyl or unsubstituted or Ci-C 4 alkyl- or halo-substituted phenyl, 

R3 is hydrogen, 

R4 is hydrogen or hydroxy, 

Re is hydrogen, or 

Ra and R 4 together form the radical of formula 



further substituents, 

Re is hydrogen or -CO-CrCealkyl wherein the Chalky! radical may be substituted 



hydroxy, carboxy or halogen, R 12 is hydrogen, Ci-C 4 alkyl or halogen and R13 is 
hydrogen or C^Cialkyl or, when R t0 is halogen, R 13 may be methyl, 
Re is hydrogen or halogen, 
Rio is hydrogen or halogen, and 
n is a number 0, 1 or 2, 

with the proviso that Ro, Rio, Rn, R« and R, 3 are not all simultaneously hydrogen. 




, wherein the rings A and B, independently of one another, may carry 




wherein Rn is hydrogen, Ci-C 4 alkyl, 
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2. A composition according to claim 1, comprising as nickel complex pigment (A) a com- 
pound of formula (3) 




wherein R 14 and R t5 are each independently of the other CN or halogen or together with the 
carbon atoms to which they are bonded form an aromatic ring that is unsubstituted or sub- 
stituted by one or more nitro, cyano. hydroxy, Ci-CealkyI, amino or d-Cealkylamino groups 
or halogen atoms and 

Ri 8 to R a are each independently of the others hydrogen, halogen, -N0 2 , -CN, -OH, - 
COOH, -CH 3 , -NH2 or -NHCH 3 . 

3. A composition according to claim 2, comprising as nickel complex pigment (A) a com- 
pound of formula (3a) or (3b) 




wherein R 18 to Ra are as defined in claim 2 and R* to R27 are each independently of the 
others hydrogen, halogen, -N0 2 , -CN, -OH, -COOH, -CH 3 . -NH 2 or-NHCH 3 . 
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4. A composition according to claim 3, comprising as nickel complex pigment (A) a com- 
pound of formula (3a) wherein R 1B to Ra are hydrogen or a compound of formula (3b) 
wherein R 1B to R» are hydrogen. 



5. A composition according to claim 1, comprising as disperse dye (B) at least one com- 
pound of formulae (1a) - (1e) 

-NH O 




(1a). 



(1c). 



<Qh4-NH O 





(1b). 



<1d). 




<1e). 



6. A composition according to daim 1. comprising as disperse dye (B) at least one com- 
pound of formulae (2a) - (2k) 
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7. A composition according to any one of the preceding claims, comprising additionally 
(c) a pigment of formula (4) or (5) 




(5). 



6. A composition according to claim 1, comprising as disperse dye (B) a trichromatic mixture 
comprising at least one blue-dyeing dye of formulae (1a) - (1e) according to daim 5, at 
least one red-dyeing dye of formulae (2a) - (2k) according to claim 6 and the yellow-dyeing 
dye of formula (6) 




(6). 



9. Use of a composition according to claim 1 in the dyeing or printing of semi-synthetic or 
synthetic hydrophobic fibre materials. 



10. Use of a composition according to claim 1 in the production of coloured plastics or poly- 
meric colour particles. 
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